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JEWELRY & ENAMELING

PROCESSES

Gauging
the
Metal
p. 346

Annealing
p. 18

Bending

Binding

Soldering
p. 38

Pickling
p. 22

Shaping
Truing

Filing
p. 25

Cleaning
p. 70

Polishing
p. 71

FOUNDATION

Gauge the metal.

Sterling silver sheet 18-gauge 8 inches long
1/4 inch wide.
Anneal the strip.

Bend the strip so the two ends meet.
File if necessary to make an even joint.

Bind together.
Solder the joint.

Clean in pickle.

Hammer lightly on the round bracelet mandrel
with a mallet to form into a circle.

Place on a surface plate.
Tap the edges lightly to true.

File and rub on a flat piece of emery cloth if
necessary.

Remove scratches and excess solder with a file
and scotch stone.

Buff with a felt buffing wheel and tripoli.